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A method of manufacturing a field-effect transistor substantially consisting of organic 
materials. 



The invention relates to a method of manufacturing a field-effect transisar 
substantially consisting of organic materials. 

The invention also relates to a field-effect transistor substantially 
consisting of organic materials. 

The invention further relates to an integrated circuit (IC) comprising su± 
a field-effect transistor (FET). 

An integrated circuit comprising field-effect transistors substantially 
consisting of organic materials, in short organic field-effect transistors, is well suited for 
those electronic applications where using an integrated circuit manufactured using silicon 
technology would be prohibitively expensive. Examples include electronic bar codes. 

As is well known by those skilled in the art, if an IC is to perform its 
task, it is imperative that the integrated logic gates, such as invertors. NOR and NAND 
gates, attain voltage amplification at the operating voltage. In order to attain voltage 
amplification, each individual field-effect transistor must be operated in a saturated regime, 
which is the regime where the channel transconductance exceeds the channel conductance. 

A method of the type mentioned in the opening paragraph, which provides 
an organic FET satisfying said condition for voltage amplification is known from an artick 
by Gamier et al. published in Science, vol. 265 (1994), pp. 1684-1686. In said known 
method a 1.5 /xm thick polyester film is framed and is printed on both sides with a graphie- 
filled polymer ink, so as to form a 10 M m thick gate electrode on the one side and a source 
and drain electrode on the other side. Between the source and drain a 40 nm semiconductor- 
sexithiophene layer is then deposited using flash evaporation. 

A disadvantage of the known method is that the organic FETs provided by 
the method satisfy the condition for voltage amplification only at rather high (negative) 
source drain voltages. Typically, the difference is 30 V or higher. For many electronic 
applications, such as battery operated applications, such a voltage is too high. Also, the 
method is not very practical, not least because it involves framing and printing on a layer m 
only 1.5 fim. Such a thin film is very fragile and easily ruptures while being handled, 
leading to a defective device. 
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:* ; n t*»r alia to orovide a novel method of 
An object of the invention is, inter alia, to pro 

reid effect transistor substantially consisting of organic materials. The novel 

, r^-ti « a — dnin votose difference sisn ~ 

fie ld-effect transistor substantially consisting of organic materials on a substrate surface, said 
method comprising the steps of: 
n nrovidine an electrically insulating substrate surface, 

: z - - — •* accoramoda,ins a ^ and drain 

demonstrating a p*chwo* pauem of e,e«nca», insuring and conducing areas, 
annlvin* an organic semiconducting layer, 

IS -applying an organic second electrode layer accommodating a gate electrode. 

15 applytn. Usi „„ method in acc ordance with the invention, it is posstble to 

.nanufacture FETs satisfying the condition of voltage amplification a. source drain voltages 

below 10 V, for example, about 2.5 V. 

The invention is based on the insight that a very thin e.ectncally msulaung 
,0 layer that is a iaver having a thickness of 0.3 ,m or less, is required if an organic FET ts to 
te condition of voltage amp.ificafion at a source drain voltage difference of le* t . an 
" V 1, is further based on the insight tha, such a thin insulating layer can on.y he obtatned 
ta a practical manner if (in contrast to the known method in which the insulating layer ts 
used as a substrate for depositing the electrodes) the thin insulating layer is supported by a 
,5 substrate throughout the manufacture of the FET. Most conveniently, the insulating tayer „ 
a^tied to a surface which is substantia,* planar. Manufacturing the firs, electrode layer ,n 
the form of a patchwork pattern of electrically insulating and conducting areas provdes a 
substantially planar surface (the difference in thickness between the instating and conducing 

areas being 0.05 am or less). . 
areas be ^ ^ ^ ^ ^ . % ^ ^ ^ effecnve . 

„ involves few steps. The first and second electrode layer, as well as the insulating and 
semiconducting layer, can be. and preferably are. all applied from solution using coaung 
techniques known per se. such as spin-coating, dip-coating, spray-coating, curia.n-coat.ng, 
silkscreen-printing. offset-printing. Langmuir Blodgett and the doctor blade techmoue. 
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The field-effect transistor obtained by employing the method in 
accordance with the invention operates in the usual manner. The semiconducting layer 
comprises an area, the channel, which interconnects the source and the drain electrode. The 
gate electrode is electrically insulated from the channel by means of the insulating layer and 
5 overlaps the channel. If a voltage is applied between the source and drain electrode, a 
current, i.e. the source drain current, will flow through the channel. By applying a gate 
voltage, an electric field is established across the semiconducting layer which will, depending 
on the polarity of both the gate voltage and the charge carriers, modify the free charge 
carrier distribution in the channel, thereby changing the resistivity of the channel and the 
10 source drain current. If the source drain voltage is increased while the gate voltage is kept 
constant, the source drain current will begin to saturate and at some point the condition of 
voltage amplification, i.e. the channel transconductance exceeding the channel conductance, 
is satisfied. 

The first electrode layer comprises electrically insulating and conducting 
15 areas, which may be of any convenient shape. The source and drain electrode are 

accommodated by separate conducting areas. In order to increase the channel width, thus 
allowing more current between source and drain, the source and drain electrode are 
preferably interdigitated. 

In order to minimize the leakage current and the voltage drop between 
20 separate conducting areas, in particular between the source and drain electrodes, the sheet 
resistance of the insulating areas needs to be as high as possible. A suitable sheet resistance 
exceeds 10 10 O/square, or better 10 12 Q/square or better still 10 13 ft/square. 

The specific conductivity of the conducting areas of the electrode layer is 
chosen such that the source drain current is substantially determined by the resistivity of the 
25 channel. A suitable specific conductivity of the conducting areas is 0.1 S/cm or better 1 S/cm 
or better still more than 10 S/cm. 

Applying the patchwork patterned first electrode layer is for example done 
by applying a semiconducting polymer in an insulating state from solution, applying and 
patterning a photoresist layer photolithographically and introducing conducting areas by 
30 selective indiffusion of a dopant which converts locally the polymer from its insulating to a 
conducting state. 

Preferably, the patchwork patterned first electrode layer is applied without 
using the elaborate technique of photolithography. This is achieved by an embodiment of the 
method in accordance with the invention which is characterized in that the organic first 
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electrode is applied by performing the method steps of 
aoolving an organic radiation-sensitive layer, 

22 g J radiation-sensitive ^ accords » a desired pauem, there y formtng an 
;;t c ", . e^rode )ayer accommodating a source and drain e.ecuode and demons,™* a 
• rlwcrk patten, of irradiated e,ecnica..y insmating and non-irradiated conducing area, 
, pa.chwor.pa Qf , ay ers which have been found effec.ve tn 

lhe context of the present invention, are disclosed in Uniter, States patent specifications US 

,.«,«, and US S££ ^ ^ presem jnvendon> ^ js preferawy ^ of , 

0 radiation-sensitive iaver comprising an eleetncafiy conducting po.yani.ine and a 

pHotochemica) radica, initiator. Surprising, it has been found Utat such a ayer n«y be 
Ldered radiation insensitive by a simple hea, rreatmen. a. for example 10 C. Th-s 
properrv is very advanrageous if an IC is ,o be manufactured, especially .f mult, .eve. 
riLcrs ale retired, for it afiows the second (and any further, e.ecrr.e ayer robe 

15 patchworx patterned employing the same radiation-sensitive composttion and medtod s«ps 
Lthout the panern of the firs, elecrrode layer being affeced by me radtauon employed ,n 

nroviding said second electrode layer. 

Onto the first electrode layer an organic semiconducting layer is apphed. 
Suitabie semiconducting layers comprise organic compounds having an extensive conjugated 
20 system of double and/or triple bonds such as conjugated polymers (in the context of the 
invention, the term po.ymer inciudes oUgomer, and fused (he.erosubsti.uted) po.ycyc.rc 
hydrocarbons. Examp.es include polypyrro.es, polyphenylenes, poly,h,ophenes. 
po.ypheny.eneviny.enes, po.y.d.jace.y.enes, po.yfuranes and po.yani.ines. As known by those 
saned in .he an, such compounds may be rendered semiconducting by doping with an 
25 oxidiz.ng agent, reducing agen. and/or <Brons.ed) acid. .. may happen .ha. ,he method of 
preparing .he semiconducting compound is such mat me compound is obtained ,n me 
Lmiconducing s B .e withou. exp.icitiy adding a dopant, in which case .he compound ,s sa.d 

to be unintentionally doped. 

in case a subsequent layer is to be provided from solution usmg a solvent, 

30 the semiconducting .ayer may swe„ or even dissolve into me subsequent layer before the 
so,vent is removed, thus ruining .he definition of the interface. In order .0 prevent m.s from 
happening, use is preferab.y made of an insoluh.e semiconducting compound obtainable from 
a so.ub.e precursor compound. Examp.es of such compounds, viz. a P»'«™'^ 
and a pentacene. are described in a pub.ication by Brown et al. in Science, vo.. 270, (1995), 
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pp. 972-974. 

Onto the semiconducting layer an organic electrically insulating layer is 
applied which electrically insulates the gate electrode from the semiconducting layer. 

The electrically insulating layer preferably has a high capacitance so as to 
5 induce a large current between source and drain using a low gate voltage which is 
accomplished by using a material with a large dielectric constant and/or a small layer 
thickness. 

In order to reduce the risk of short circuits and/or the leakage current 
between gate and source/drain, the thickness of the insulating layer is preferably more than 
10 0.05 firn. 

Examples of suitable organic electrically insulating materials are disclosed 
in United States patent specification US 5,347,144. 

If a subsequent layer is applied from solution onto the electrically 
insulating layer, there is a risk that it swells, dissolves or mixes with the subsequent layer 
15 before the solvent has evaporated from the solution. In order to reduce this risk it has been 
found favourable to employ an insulating material which can be rendered insoluble by cross- 
linking. A preferred embodiment of the method in accordance with the invention is therefore 
characterized in that the organic electrically insulating layer comprises a cross-linked 
polymer. 

20 A cross-linkable polymer which has been found very effective is a 

polyvinylphenol. It can be cross-linked by adding a cross-linking agent such as 
hexamethoxymethylenemelamine and heating. 

The organic FET is completed by applying a second electrode layer 
accommodating a gate electrode. The insulating layer already being in place, the (variation 

25 in) layer thickness and the deposition process is less critical. For example, the second 

electrode layer can be suitably applied using the method disclosed in the article by Gamier et 
al. cited hereinabove, that is, printing of a graphite filled polymer ink. However, a method 
of manufacturing the organic FET. which is more economical and allows a higher resolution, 
results if the second electrode is applied in the same manner as the first electrode layer, 

30 The method involves providing an electrically insulating substrate surface. 

The surface should be planar and smooth. Suitable substrates are ceramics, glass, silica or, 
preferably, (laminated) polymer foils such as polystyrene, polyamide, polyamide and 
polyester foils. If a first electrode layer comprising conductive polyaniline and a 
photochemical radical initiator is applied, the substrate surface preferably comprises (cross- 
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linked) polyvinylphenol or polyvinylalcohol. 

A preferred embodiment of the method in accordance with the invention is 

the method according to Claim 5. 

This method has been found particularly suitable in that each time a 
subsequent layer is applied from solution, swelling or dissolution, of the preceding layer does 
not occur. The method moreover allows FETs having a channel length as small as 1 to 2 M m 
to be produced in a reliable and practical manner. 

The inventors have observed that if a field-effect transistor manufactured 
using the method in accordance the invention is operated for a long time (for minutes to 
hours) at high source drain voltage differences, there is a risk that the performance of the 
FET deteriorates to the extent that it does no longer satisfy the condition for voltage 
amplification at voltages below 10 V. In order to reduce this risk, a preferred embodiment of 
the method in accordance with the invention is characterized in that before the 
semiconducting layer is applied, the electrically insulating areas of the first electrode layer 
are removed, thereby forming a first electrode layer demonstrating a relief pattern of 
conducting areas. 

In case the first electrode layer comprises polyaniline, removal can be 
achieved, for example, by dissolving selectively the electrically insulating areas in N- 
methylpyrrolidone. 

Surprisingly, the presence of a relief pattern does not lead to a dramatic 
increase in leakage current or short circuits between the source (drain) and gate electrode. At 
least this is found to be the case if the thickness of the first electrode layer is chosen to be 
smaller than the thickness of the insulating layer. Apparently, a relief pattern satisfying this 
criterion provides a surface which is more or less planar from the viewpoint of the capability 
of said surface to serve as a substrate surface onto which a very thin insulating layer can be 

applied in a practical manner. 

The FET obtained by employing (preferred embodiments of) the method 
in accordance with the invention is a top gate field-effect transistor. However, it will be 
obvious to those skilled in the art that if a bottom gate field-effect transistor is desired, the 
) method in accordance with the invention is simply modified in that the gate electrode is 
accommodated by the first and the source and drain electrodes are accommodated by the 
second electrode layer, and the semiconducting and electrically insulating layer are applied in 
reverse order. Yet another bottom gate FET is obtained if the method of manufacturing the 
bottom gate FET is modified in that the second electrode and semiconducting layer are 
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applied in reverse order. 

The invention also relates to a field-effect transistor substantially 
consisting of organic materials, that is a field-effect transistor comprising a stack of: 
an organic first electrode layer accommodating a source and drain electrode and 
5 demonstrating a relief pattern of electrically conducting areas, 
an organic semiconducting layer, 
an organic electrically insulating layer, and 

an organic second electrode layer accommodating a gate electrode. 

The remarkable observation, described hereinabove, that the presence of a 

10 relief patterned first electrode layer does not lead to large leakage currents between the 
source (drain) and gate electrode if the thickness of this layer is less than that of the 
insulating layer, remains valid regardless of the method of preparing the relief pattern. In 
accordance with the invention, the field-effect transistor is therefore characterized in that the 
thickness of the electrically insulating layer is greater than the thickness of the first and/or 

15 second electrode layer and less than 0.3 /xm. It is clear that applying a 0.3 ptm layer on a 0.3 
fim topography results in an insulating layer which is neither planar nor planarized. 
Surprisingly, the use of planarised insulating layers appears to be superfluous. Short circuits 
are substantially absent if the surface defined by the first and/or second electrode layer has a 
topography smaller than the layer thickness of the insulating layer to be applied to that 

20 surface. In order to satisfy the condition for voltage amplification at a source drain voltage 
difference below 10 V, the insulating layer should have a thickness less than 0.3 pm. Since 
the insulating layer may be far from planar, the layer thickness is defined as the thickness 
that would have been obtained if, using the same method, it had been applied onto a planar 
surface. 

25 In the Japanese Patent Application JP-A- 1-259563, a field-effect transistor 

substantially consisting of organic materials is disclosed. Said document does not disclose a 
method of manufacturing such a device, let alone a practical method producing a field-effect 
transistor which satisfies the condition for voltage amplification below a source drain voltage 
of 10 V. The known field-effect transistor does not have a patchwork patterned electrode 

30 layer and the thickness of the planarized insulating layer is not specified. 

The invention also relates to an integrated circuit comprising a field-effect 
transistor in accordance with the invention or a field-effect transistor obtainable by a method 
in accordance with the invention. Changing the pattern of the first and second electrode layer 
is all that needs to be done if not just one but a plurality of organic FETs is to be produced 
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on a single substrate surface. 

These and other aspects of the invention will be apparent from and 

elucidated with reference to the embodiments described hereinafter. 



In the drawings: 

Fig. 1 schematically shows a transparent plan view of a field-effect 
transistor manufactured using the method in accordance with the invention, 

Fig. 2 schematically shows a cross-sectional view taken on the line I-I in 

10 Fig. 1, and 

Fig. 3 shows a graph of the relationship between the source drain voltage 
V sd (in V) and the source drain current I* (in nA) at specified gate voltages V g (in V) of a 
field-effect transistor manufactured using the method in accordance with the invention when 
subjected to a source drain voltage sweep from 0 to -10 V and back. 

15 

Fxemplarv p.mhodiment 1 

Fig. 1 schematically shows (not drawn to scale) a transparent plan view of 
a (part of a) field-effect transistor 1 manufactured using the method in accordance with the 
20 invention. Fig. 2 schematically shows (not drawn to scale) the field-effect transistor 1 in a 
cross-sectional view taken on the line I-I in Fig. 1. The field-effect transistor 1 comprises an 
electrically insulating substrate 2 on which is provided an organic first electrode layer 3 
demonstrating a patchwork pattern of electrically insulating areas 31 and conducting areas 32 
and 33. The conductive area 32 accommodates the source and the area 33 the drain 
25 electrode. The organic semiconducting layer 4 comprises a channel 41 (drawn so as to 
indicate the definition of channel length and width), of which the channel length L is 
indicated by reference number 411 and the channel width W by reference number 412. 
Covering the layer 4 and thus the channel 41 is the organic electrically insulating layer 5. It 
electrically insulates the gate electrode from the channel 41, said gate electrode being 
30 accommodated by the electrically conducting area 62 of the second electrode layer 6. In this 
particular example, but this is not essential, the layer 6 is a layer demonstrating a patchwork 
pattern of electrically insulating areas 61 and conducting areas 62. 

As an example of the method in accordance with the invention, the field- 
effect transistor I may be manufactured as follows: 
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A) preparation of a conducting polyaniline solution 

Emeraldine base polyaniline (Neste) (0.7 g, 7.7 mmol) and camphor 
sulphonic acid (Janssen) (0.8 g, 3.4 mmol) are ground together with a mortar and pestle in a 
nitrogen-filled glove box. The mixture is split in two and placed in two 30 ml polyethylene 

5 bottles each containing 30 g m-cresol and three agate balls (0.9 mm diameter). These are 
placed in a shaker (Retsch MM2) operating at full speed for 14 to 18 hours. The contents of 
the bottles are combined and then sonified for 5 minutes. The mixture is cooled to room 
temperature and then the sonification process is repeated. This mixture is then centrifuged at 
12500 rpm for 2 hours. The conducting polyaniline solution thus obtained is pipetted off 

10 leaving any solids at the bottom of the centrifuge tubes. 

B) preparation of a precursor polythienylenevinylene solution 

A quantity of 10.0 g (0.028 mol) 2,5-thienylenedimethylene- 
bis(tetrahydrothiophenium chloride) (supplier Syncom BV, Groningen, The Netherlands) is 

15 dissolved in 100 ml of a 2/1 v/v mixture of methanol and demineralised water and cooled to 
-22 °C in a nitrogen environment. Pentane (120 ml) is added and then sodium hydroxide 
(1.07 g, 0.0268 mol) dissolved in 100 ml of a 2/1 v/v mixture of methanol and 
demineralised water and cooled to -22 °C is added instantaneously to the stirred monomer 
solution kept at -22 °C. That temperature is maintained for 2 hours and the mixture is then 

20 neutralised using 1.5 ml 2 N HC1. After having stored the mixture in a flask for 2 days, the 
liquid pan is decanted off, and the remaining solid precursor poly(2,5-thienylenevinylene) is 
washed three times with methanol and dried in a vacuum. The precursor polymer is then 
dissolved in dichloromethane and concentrated to obtain a solution which after filtration 
(Millex LS 5 fim and Millex SR 0.5 fim) would give a 0.05 /xm film if spin-coated (3 s/500 

25 rpm, 7 s/1000 rpm) onto a glass substrate. 

C) manufacture of the field-effect transistor 1 

A 65 fim polyamide foil (supplier Sellotape) is secured on a 3 inch silicon 
wafer. A solution of lO.Og (0.083 mol) polyvinylphenol (Polysciences Inc., cat #6527) and 
30 1.625 g (4.17 mmol) hexamethoxymethylenemelamine (Cymel 300 from Cyanamid) in 36 g 
propylene glycol methyl ether acetate (Aldrich) is spin-coated (3 s/500 rpm, 27 s/2000rpm) 
on the foil and then dried at 110 °C for 1 min on a hotplate. Cross-linking at 125 °C in a 
nitrogen atmosphere containing 5 % v/v HC1 for 5 min affords a 1.47 /xm cross-linked 
polyvinylphenol film. The laminate thus obtained serves as the substrate 2 of which the 
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polyvinylph.no! coated side serves as .he substrate surface on which subsequent iayers are to 
be applied. 

To 145 mg of the photochemical radical initiator 1-hydroxycyclohexyl 
phenyl ketone (tradename Irgacure 184, Ciba Geigy) is added 6 g of the conducting 
5 polyaniline solution prepared under A. After mixing well and sonifying twice for 1 mm and 
coolin* in between, the radiation-sensitive solution thus obtained is cooled and filtered 
(Millex FA, 1 ^m). A radiation-sensitive layer is then formed by spin-coating (3 s/500 
rpm 7 s/2000 rpm) 1 ml of the radiation-sensitive solution on the polyvinylphenol coated 
surface of the substrate 2, and drying on a hotplate (2 min at 90 -Q. The wafer is placed in 
LO a Karl Suss MJB3 aligner equipped with a 500 W Xe lamp and flushed with nitrogen for 3 
min A mask defining a plurality of interdigitated source and drain electrode patterns with 
channel lengths of 10, 5, 3. 2 M m at channel widths of 1 and 3mm respectively (opaque areas 
of the mask corresponding to areas 32 and 33), is brought into contact with the rad.ation- 
sensitive layer. While continuously flushing with nitrogen, the radiation-sensitive layer is 
15 irradiated via the mask with deep UV light (60 s, 20 mW/cm* at 240 nm), thereby forming a 
first electrode layer 3 demonstrating a patchwork pattern of irradiated areas 31 and non- 
irradiated areas 32 and 33. The wafer is then heated on a hotplate (3 min at 110'C, 1 min at 
150°C) so as to remove the unreacted photochemical radical initiator. The layer 3 is now 
insensitive to the deep UV light used in the irradiation and substantially planar, the thickness 
20 of the irradiated areas being 0.25 pm, and of the non-irradiated areas 0.22 M m. The sheet 
resistance of the area 31 is 4 x 10 13 0/square (conductivity 10* S/cm), of the areas 32 and 
33 it is 760 Q/square (conductivity 60 S/cm). 

Immediately after having been filtered (Millex SR 0.5 M m), 3 ml 
precursor polythienylenevinylene solution prepared under B is spin-coated (3 s/500 rpm, 7 
25 s/1000 rpm) on the layer 3. This precursor layer is then heated on a hot plate at 150 °C for 
10 min in a nitrogen atmosphere containing HC1 gas at a partial pressure of 2.3 x 10' 3 bar, 
thus converting the precursor layer into a 50 nm thick semiconducting layer 4 comprising a 

polythienylenevinylene. 

Subsequently, 3 ml of a cross-linkable composition, consisting of 4.0 g 
30 (0.034 mol) polyvinylphenol (Polysciences Inc., cat #6527) and 0.65 g (1.66 mmol) 

hexamethoxymethylenemelamine (Cymel 300 from Cyanamid) dissolved in 36 g propylene 
glycol methyl ether acetate (Aldrich), is spin-coated (3 s/500 rpm, 27 s/2500rpm) on the 
layer 4 and dried at 110 °C for 1 min on a hotplate. Cross-linking at 125 °C in a nitrogen 
atmosphere containing 5 % v/v HC1 for 5 min affords a 0.27 M m cross-linked 
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polyvinylphenol electrically insulating layer 5. The dielectric constant of the cross-linked 
polyvinylphenol is 4.78 and its conductivity (at 1 kHz) 4.4 x 10* n S/cm. 

Following the same procedure as used for applying the first electrode 
layer 3, except that a different mask is used, a second electrode layer 6 is applied on the 
layer 5. The second electrode layer 6 demonstrates a patchwork pattern of irradiated 
electrically insulating areas 61 and non-irradiated electrically conducting areas 62 (only one 
area shown), the latter areas accommodating the gate electrodes. 

The manufacture of the field-effect transistor 1 substantially consisting of 
organic materials is now complete. 

In order to (mechanically) protect the FET 1 from the environment, the 
FET 1 is covered by a 0.5 /xm encapsulation layer obtained by spin-coating (3 s/500 rpm, 7 
s/2000 rpm) a filtered (Millex LS 5 fim) solution of 1.5 g (0.028 mol) polyacrylonitrile 
(Polysciences Inc., cat* 3914) in 38.5 g N-methylpyrrolidone and drying at 110 °C for 1 
min. Alternatively, a solution of 25 g polyvinylidenefluoride (Polysciences Inc. cat #15190) 
in 25 g N-methylpyrrolidone may be used. 

Exemplary embodiment 1 

Fig. 3 shows a graph of the relationship between the source drain voltage 
v s<j ( in v ) and the source drain current 1^ (in nA) at specified gate voltages V g (in V) of a 
field-effect transistor 1, manufactured using the method of exemplary embodiment 1, when 
subjected to a source drain voltage sweep from 0 to -10 V and back. In this embodiment, the 
channel length L equals 2 M m and the channel width W equals 1 mm. At a source drain 
voltage difference of approximately 2.5 V, the channel transconductance exceeds the channel 
conductance, thus satisfying the condition for voltage amplification. The voltage sweep shows 
a substantially negligible hysteresis. The ratio of the current I^V^ = -10 V, V g = -10 V) 
and ^dO^sd = -10 V, V g = 0 V), in short the on/off ratio, is 25. The FET mobility is 10" 4 
cm 2 / Vs. 

Similar results are obtained with FETs having a channel length of 3, 5 or 10 

Aim. 



Exemplary embodiment 3 
(not according to the invention) 

The method of exemplary embodiment 1 is repeated, with this difference 
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CLAIMS: 



\ t A method of manufacturing a field-effect transistor substantially consisting 

of organic materials on a substrate surface, said method comprising the steps of: 

- providing an electrically insulating substrate surface, 

- applying an organic first electrode layer accommodating a source and drain electrode and 
5 demonstrating a patchwork pattern of electrically insulating and conducting areas, 

- applying an organic semiconducting layer, 

- applying an organic electrically insulating layer having a thickness less than 0.3 ftm f 

- applying an organic second electrode layer accommodating a gate electrode. 

2. A method as claimed in Claim I, characterized in that the organic first 

10 electrode layer is applied by performing the steps of 

- applying an organic radiation-sensitive layer, 

- irradiating said radiation-sensitive layer according to a desired pattern, thereby forming an 
organic first electrode layer accommodating a source and drain electrode and demonstrating a 
patchwork pattern of irradiated electrically insulating and non-irradiated conducting areas. 

15 3. A method as claimed in Claim 2, characterized in that a radiation- 

sensitive layer is applied which comprises an electrically conducting polyaniline and a 
photochemical radical initiator. 

4. A method as claimed in Claim 1, characterized in that the organic 

electrically insulating layer comprises a cross-linked polymer. 
20 5. A method as claimed in Claim 1, comprising the steps of: 

- providing an electrically insulating substrate surface, 

- applying, from solution, a first organic radiation-sensitive layer comprising a conductive 
polyaniline and a photochemical radical initiator, 

- irradiating said first radiation-sensitive layer according to a desired pattern, thereby forming 
25 an organic first electrode layer accommodating a source and drain electrode and 

demonstrating a patchwork pattern of irradiated electrically insulating and non-irradiated 
conducting areas, 

- heating the first electrode layer at a temperature sufficient to render said first electrode 
layer radiation-insensitive, 



WO 99/10939 



PCT/IB98/01144 




FIG. 2 



WO 99/10939 



2/2 



PCT/IB98/01144 




FIG. 3 
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